Appl HO. 10/007,375 

Amdl dated August 7. 2003 

Reply to Office Action of May 7. 2003 


Am ndmenta to the Specified n: 

Please replace the paragraph beginning at page 12, fine 10, with the following rewritten paragraph: 


- Example 1 


Attribute 

Average Range 

Minimum 

Maximum 

St Dev. 

Bloods (RPB) % 

1.3 1.76 

0.7 

2.46 

0.385 

Tensile (lbs.) 

15.49 5.7 

11.9 

17.6 

1.568 

Hydrohead (mbar) 

([1.09}] 71.09 30 

57 

87 

7.711 

Porosity (cfm) 

37.1 6.5 

34.2 

40.7 

2 

Samples were tested for static decay and all had results of 0.01 sec. or le 

ss. — 
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